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I, Hideo Hatandbe, xe&lOant of o/o Bnogestcme SportG Go. , Ltd. , 
HGD center Chldhiba, 20, Ohnobeirei, Cihibhlbu-shi, Saltama-ken, J«^an do 
liereb7 declare tbatt 

1. I flradnatedfromMafltftgCougfift of Mft gamn^fwi , Rnglnegrtngj 
Faculty of Science and Technology of Tolqro Uhlverslty of Sdenoe, Japan 
In MazcAx 1990. Etoa April 1990 to 1993. I was enployed Bddgestone 
Corporation, and In April 1993, I wafi transferred from Bridgestone 
Corporation to Bridgestone Sports Co., Ltd., the assignee of the 
above-ldentlfled application. I have been engaged In research and 
development relating to sporting goods sudh as golf balls in the laboratory 
of the Conipany. 

2. I am one of the named Inventors of tbB above-identified 
application and I am familiar with the subject matter disclosed In said 



Six, 



:> fqppllcation* Tj 

3. In orxSer to show ttie feature of the present invention, i 
oanduotod the foXlofwlng ea^edment. 

[Bqperiineat] 

The object of tiio expezinent is that the *conc>zes8l<m' based on 
the present appUxxitlon In Examples 1-7 described In USP,5,e30,085 
(Higuchl'058) are measured. 

Solid oores of Exaa^pi«5 1-7 were prepared based on the desoription 
of USP.5,830,085 (Higuchi'0S8). Sipeoifioally, Solid cores. Nbs. 1. 2. 
3. 4, S, 1 and 13 were prepared bar kneading components in the formolation 
shown InTable 1 of Higuohi '058 tof ormanibberoompositionandvuloanizing 
It In a mold under conditions as shown In TKBLB 1 of Hlgutihi'058, 
respectively. Eacfti of the cores were measured for diameters, and the 
compression of eadH cote was determined by measuring the amount of 
deflection, or deforinatlon, by the core being ioeasured when subjected 
to a lx>ad of 1275 N (UO Icgf ) from an mitlnl load of 98 H (10 Icgf ) , 
Sheresults are shown inTable A. Next, cooposltions for the Intermediate 
layer were milled as shown in SABI£ 2 of Elguohi ' 058 and injection molded 
over the solid core. Eacb gage of the intermediate layer of Escaiiples 
1-7 was calculated by the equaUon of "(the diameter of the spherioai 
body enclosing the intermediate layer on the solid core - the diameter 
of the solid core ) -r 2". Purthermore, coopositions for the cover as 
ehownlnIRBia2ofHlgucihl'058werelnJeotlmmoldedovarthelntermedlate 
i«yer, obtaining tbree-pleoe solid golf ball. The oompression of eadh 
spherical body enclosing the Interroediate layer on the solid core was 
measured, respectively. 
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Table A 





1 


2 


3 


4 


5 


6 


7 


Core 




I 


2 


3 


4 


5 


1 


13 


Diem&ter (nm) 


36.5 


36.1 


3S.1 


37.9 


36. S 


36. S 


36.5 


00d)^r«6sion (u) 


3.88 


4.93 


3.91 


6.61 


3.33 


3.88 


3.53 


Xjotemodlate 




A 


B 


C 


D 


E 


K 


H 


Gage (mn) 


1.6 


1.6 


1.8 


1.2 


1.6 


1.6 


1.6 


CoB^pregsixiii (bp) 


3.67 


4.63 


3.40 


6.76 


2.9S 


3.47 


3.13 


Ooffipsresfiixm ratio 
(XatexttddlAM Xasrer/oore) 


0.92 


0.94 


0.87 


1.03 


0.89 


0.89 


0.89 


Cover 


Typo 


G 


B 


J 


K 


J 


0 


0 


Gage (na) 


1.5 


1.7 


2.0 


1.2 


1.5 


1.5 


1.5 


Ball 

foiitlrofty) 


Diameter (nm) 


42.7 • 


42.7 


42.7 


42.7 


42.7 


42.7 


42.7 



* ghfttarpeof CMe. inteonediatelagerandcxyvBrlBcxirrBspopdliigtotliftcx^^ 
(Nb.) dasorlbed in 1ABLB 1 astf 2 Of Hl^uebl'058 



I hereby declare that all statements made 
herein of my owti knowledge are true and that all 
statements made on information and belief are 
believed to be true; and further that these 
statements were made with the knowledge that 
willful false statements and the like so made 
are punishable by fine or imprisonment/ or both, 
under Section 1001 of Title 18 of the United 
States Code and that such willful false 
statements may jeopardize the validity of the 
application or any patent issued thereon. 

Dated this I2,H day of ptct^rnM^j ^^^^ 



